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CROSS REFERENCES TO RELATED APPLICATIONS 
[00011 This application is a U.S. national stage application of international 
app. No. PCT/FI2003/000702. filed Sept. 26. 2003. and claims priority on 
Finnish App. No. 20021719. filed Sept. 26. 2002. 
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STATEMENT AS TO RIGHTS TO INVENTIONS MADE UNDER 
FEDERALLY SPONSORED RESEARCH AND DEVELOPMENT 
[0002] Not applicable. 
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BACKGROUND OF THE INVENTION 



f00031 T he invention relates to the coating of a moving web-like material using 
[high- pr e ssur e I high-pressure techniques and it concerns the nozzle used in such 
coating. The invention can be used especially in paper coating. 

[Technical background! [00041 f- 

t_Jn paper coating, a coating composition is applied to the paper surface with a 
special view to enhancing the printing characteristics of paper. Conventionally, 
presses, knife applicators and film-transfer devices have been used for coating. 
These techniques are difficult to implement reliably* especially when an increase in 
the running speed or coating of very thin paper is required. 

[00051 Spray coating has appeared as the most recent coating technique. It has the 
special advantage of not requiring any mechanical coating means, such as an 
abrasive knife or rotating rod, in contact with the web. High-pressure spray 
techniques have proved particularly promising. Here the coating composition alone, 
without any gaseous medium, is driven under high pressure through a nozzle with 
small orifices, the composition being diffused (atomifsfeed) into small droplets. The 
pressure may be e.g. in the range from 1 to 200 MPa and the nozzle orifice area e.g. 
in the range from 0.02 to 0.5 mm 2 . A typical maximum droplet size is 
f appr o x.1 approximately 100 |im. Such an apparatus comprises a nozzle array 
having one or more nozzle rows transverse to the path and consisting of a plurality 
of nozzles. The nozzles are disposed so as to cover the web as evenly as possible 
with the jets. Then jets formed by adjacent nozzles in a nozzle row overlap 
appropriately at their edges. The jet shape provided by the nozzle depends on the 
shape of the nozzle orifice. The usual aim is a [fan- sha p edl fan-shaped jet which 
is larger in the transverse direction than in the longitudinal direction of the web. 
Then the nozzle orifice is accordingly oval. To achieve regular coating, the fans are 
preferably disposed obliquely to the direction of travel of the web. 

[00061 Spray coating of paper is described e.g. in the papers FI-B- 108061 
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(corresponding to WO 971f7J3036) and Nissinen V, OptiSpray, the New Low 
Impact Paper Coating Technology, OptiSpray Coating and Sizing Conference, 
Finland, f!5 Marchl Mar. 15. 2001 . 

f00071 N ozzles can be manufactured by making a piece of a suitable material, e.g. 
a highly wear-resistant material, the piece having a tapered duct ending in a closed 
tip, the desired nozzle orifice being subsequently machined in the tip. An oval 
orifice is provided if a transverse V-shaped groove is machined in the tip. The 
nozzle material may be e.g. ahighly wear-resistant tungsten carbide composition 
(such as WC + Co). 

[G e neral description of t he inv e n t ion 

A nozzle as defined in claim 1 has now been invented] 
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SUMMARY OF THE INVENTION 
[00081 The nozzle of this invention is for use in the coating of [ ■ w e b-* 
tike tweb-like material. [Th e ot h e r claims d e scrib e s o m e pref e rr e d embodiments 
o f t h e inven t i o n, 

JThe nozzle is made by machining in the closed tip of the tapered duct a transverse 
V-shaped groove at a machining angle in the range from 25 to 50°, such as 35 to 45°. 
The angle of the groove has an impact on the shape of the oval flow opening thus 
produced and hence on the shape of the jet produced. The nozzle of the invention 
provides a fairly rounded fan-shaped jet with soft edges, thus facilitating overlapping 
of adjacent jets so as to achieve optimally regular coating. 

[00091 The flow duct is preferably circular in cross-section and straight. Before 
machining, the duct tip has preferably the shape of a spherical surface. 

[00101 Enlareement of the V-shaped groove has proved to increase the wear 
resistance of the nozzle. In high-pressure spraying, flow rates are high (e.g. offfn the 
order of about 100 m/s), and coating compositions usually comprise solid substances 
(e.g. calcium carbonate), which substantially increase the wear of nozzles. 

[00111 The nozzle may comprise a preliminary nozzle. It acts as a preliminary 
diffuser of the jet. The preliminary nozzle may especially comprise an expanding 
flow channel. It is particularly useful for enhancing the wear resistance of the 
nozzle. In a number of embodiments, the flow channel of the preliminary nozzle 
may expand or taper in the flow direction. 

[00121 T he size (diameter of orifice) of the preliminary nozzle may be e.g. in the 
range from 0.1 to 1 mm, typically in the range from 0.25 to 0.55 mm. The area of the 
preliminary nozzle orifice may account for e.g. at the most 50 %, typically at the 
most 20 % of the orifice area of the nozzle proper (secondary nozzle). 

[00131 A lso, a nozzle has now been invented, in which the ratio of the maximum 
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diameter to the minimum diameter of the oval orifice is markedly more than 1, such 
as 1.2 to 3, especially 1.5 to 2.5. The nozzle orifice may have dimensions e.g. in the 
range from 1 to 0.3 mm x 0.5 to 0.1 mm, typically 0.75 to 0.4 mm x 0.35 to 0.15 
mm. 

[00141 A lso, a nozzle has now been invented that comprises a secondary nozzle, a 
tapered flow duct and a preliminary nozzle connected in front of this, the area of the 
flow opening of the preliminary nozzle being at the most 1 . 1 times the transverse 
area of the flow opening of the secondary nozzle. Optimally, the area of the flow 
opening of the preliminary nozzle is at the most equal to the transverse area of the 
flow opening of the secondary nozzle. Such a preliminary nozzle allows for 
increased wear resistance of the preliminary nozzle. 

[00151 T he nozzles of the invention can be used in the coating of paper, such as 
printing paper and cardboard, for instance. 

[Description of]I 0016L ftire} [drawings] f- 

fSome embodiments of the invention are described in detail below. The 

accompanying drawings pertain to the written description. 

f 

Figure] 



Page 7 of 12 



BRIEF DESCRIPTION OF THE DRAWINGS 
[00171 FIG. 1 shows a nozzle of the invention and a preliminary nozzle to be 
connected to the nozzle. 

IFigurel [00181 FIG. 2 shows the volume flow of the nozzle combination in 
5 [figur e l FIG. 1 as a function of time, 
t 

De t ailed descrip t i o n of som e emb o dimen t s o f t he inventi o n 
Th e n o zzl e of figur e ] 
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DESCRIPTION OF THE PREFERRED EMBODIMENTS 
[00191 The nozzle of FIG. 1 comprises a secondary nozzle 1 and a preliminary 
nozzlef-f-2. 

100201 T he secondary nozzle 1 has been manufactured by first making a piece 
having a straight tapered flow duct, which is circular in cross-section and comprises 
a closed tip shaped as a spherical surface. In the f cen t r e ] center of the tip, a 
transverse V-shaped groove has been machined so as to provide a nozzle orifice 3 
with the desired transverse area. The nozzle orifice_3 is oval and it produces a 
fan-shaped jet. 

100211 T he preliminary nozzle 2 comprises an expanding flow duct, whose feed 
orifice 4 is circular. 

100221 T he grinding angle of the nozzle orifice 3 influences the shape of the 
nozzle orifice and the jet obtained with this. The smaller the grinding angle, the 
flatter the shape and the sharper the edge of the fan-shaped jet produced. The fan 
edges may further comprise forwardly oriented profile peaks. An enlarged grinding 
angle will expand the oval shape of the flow cross-section, thus providing a jet 
profile which is rounder and better fitting with the profile of another jet. 

[00231 In accordance with the invention, the grinding angle is in the range from 25 
to 50°, such as 35 to 45°. Accordingly, the ratio of the major axis to the minor axis in 
the oval orifice is in the range from 1 .2 to 3, such as 1 .5 to 2.5. The fan angle of the 
jet thus produced is about 90°. The angle between ground surface and the surface of 
the flow duct is preferably at least 90°, typically from 100 to 150°. 
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[00241 A t a coating station, there may be nozzles aligned in one single row at e.g. 
60 mm intervals at a distance of about 100 mm from the web. The nozzles are 
preferably disposed overlapping at a suitable angle with a view to providing 
optimally regular double coverage. 

[00251 It has also been found that the corner of the lower edge 5 of the grinding 
side is most critical in terms of wear. This corner is rounded during the wear of the 
nozzle, resulting both in a larger orifice area and altered orifice geometry and 
consequently also in a different jet shape. The originally oval orifice will approach a 
rectangular shape. The larger the grinding angle, the lower the abrasion. 

[00261 T he impact of abrasion was studied with regard to a nozzle of [figur e l FIG. 
1 by spraying calcium carbonate paste (50 % dry matter content) under a pressure of 
1 0 MPa. The volume flow (ml/s) as a function of time (h) is indicated in 
[figur e l FIG. 2. The volume flow increases very strongly at the outset. However, at 
the end of about 95 hours, the growing rate is distinctly stabilifsjzed. At 336 hours, 
the preliminary nozzle was replaced, resulting in a 32 % drop in the volume flow, 
which still was 34% higher than the starting level. Subsequently, the abrasion curve 
will be slightly gentler than that of two new nozzles. This is presumably due to the 
fact that a new preliminary nozzle has a smaller orifice than that of a worn secondary 
nozzle. As a preliminary nozzle has larger area of wear, the secondary nozzle will 
wear at a slower rate. As the abrasion curve stabilifsfees, the sizes of the nozzle 
orifice areas approach each other. As the secondary nozzle was replaced at 670 
hours, the volume flow started to grow strongly again, thus supporting the 
assumption above. 

[00271 When a preliminary nozzle of one size category below was fitted in the 
nozzle, abrasion became markedly slower. Over two weeks (336 h), the volume flow 
increased by 25 % alone, and this can be readily compensated for with the aid of 
pumping pressure. 
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[00281 The area of the flow orifice of a preliminary nozzle should not be more 
than 1 . 1 times the transverse area of the flow orifice of the secondary nozzle. The 
area of the flow orifice of the preliminary nozzle is preferably at the most equal to 
the transverse area of the flow orifice of the secondary nozzle. 
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[Abs t ract 

} ABSTRACT OFT fh e inven t i o n rela te s t o al HE DISCLOSURE 

A nozzle£l} for use in fthe-Jcoatingf-of} a web-like material by means of high- 
pressure spraying techniques [, th e n o zzle (1) b e ing] J s manufactured by forming a 
5 piece having a tapered duct ending in a closed tip, with a transverse V-shaped 

groove (3) subsequently machined in the tip. The angle of the V-shaped groove (3) is 

in the range from 25 to 50°, such as 35 to 45°.f 

t 
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